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Seq. #: 
Machine Or Operation; 
Description 
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PG 
PURCHASING 


1I11111111 
U1~III~1I1 
1111[lliIlm 


Comment: PURCHASING 


Issue PIO: '1&25 
CQ(07Io7'/~r.,,. 
a)Descriplion: 
A1luminum billet 
(fe;J 
b) 6.00' x 6.250" x 2.00' thick 


c) Tolerance on length are -+O.02S"J-O.OOO"A:+/-O.OOS' 
d) Grain direction along 6.00' length 


e) Matenal: 
7075- T7351 (QQ-A-250/12) 


f)Malerial certification 
required 


20 
06101001P 
7075-Ti'3512X6X625 


IIIIWIIIIII~III 
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IIIUIII 


Commen!: 
Oty.: 
1.0000 Each(s)lUnit 
Total: 
300.0000 Each(,) 


7075-T73512X6X625 
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PACKAGINGI 
PACKAGIOORE~ 
'1 
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Comment: PACKAGING 
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#1 
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r/-l/or (/~" 


Receive & Inspect For Transit Damage 


Ensure malerial certification 
is attached 
" 
QC' 
"aENSIONAL CHECK 
'- 


11111lilll~11 
b- OC(.l.~Lu_~III!I~III~lml 


Comment: 
DIMENSIONAL 
CHECK 
..i'j' 
/o~ 
Ensure Malerial certification 
<:orJ1)Iy 10Owg 0 
.f 
0 y.~J 0' 
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Seq. #: 
Machine Of Operation: 
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: 
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PACKAGlOO 1 
PACKAGING RESOJRCE'1 
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Comment: 
PACKAGING 
RESOURCE 
#1 


Identify and Stock 
9/oy/",/'e, 
location: 
~(t..,'r-:l......~ 
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Comment: 
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WORK ORDER CHANGES 
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PROCEDURE 
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Date 
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Approval 
Chie~~.' 
p,"" 
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DC InspeQOl' 


Part 
No: 
PAR #: 
_ 
Fault Category: 
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NCR: Yes 
No 
DQA: __ 
Oate: 
_ 


QA: NIC Closed: 
__ 
Date: 
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NCR: 
WORK ORDER NON-CONFORMANCE 
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Action 
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Approval 
Approval 
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Action 
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•.,. 
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SPECIFICATION 
CONTROL DRAWING 
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. 
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THICKTJ.:::. 
"'!. 


LENGTH 
WIDTH 
~"I' 
SHOI'\.VI''l 


RETL'R:; 10 


f'lOINEERl~G 


PURCHASE MATERIALACCORDING TO THE FOLLOWiNGTABLE. SPEC'FY ALLOY,LEikfi'H\' 
POL~~~~ 
., 
WIDTH x THICK (+0,030/-0.000). AND GRAIN DIRECTION AS SHOWN. 
SUBJEI.:l10 \ .....•.•.• 
CE. , 
\\lTH)\1 
."" 


TOLERANCES ON ALL DIMENSIONS ARE +Q.0301.(l.OOO. 
WORKHIHl~ 
NQ.3'-!'iS1:k 


ALLDIMENSIONS ARE iN iNCHES. 


Part No. 
Alloy 
Length 
Width 
Thick 
Grain 
Direction 


06101-001 
7075-T7351 
00-A-250112' 
6000 
6.250 
2.000 
A10na 6.000 Lennth 


06101-003 
7075-T735' 
00-A-250112\ 
7.875 
6250 
2.000 
Alen 
7.875 Lenath 


0610'-005 
7075-T7351 
00-A-250112 
5.000 
8.250 
2.500 
Alan 
5.000 lennth 


06101-007 
7075-T7351 
00-A-250112 
7.750 
8250 
2.500 
Alan 
7.750 Lennth 


06101-009 
7075.T7351 
00-A.2501'2 
8.700 
8.250 
2.500 
Alan 
8.700 lennth 


06101.011 
7075-T7351 
00.A-250112 
9.700 
8.250 
2.500 
A10na 9.700 len 
'h 


06101-0'3 
7075.T7351 
00.A.250112 
10.100 
6250 
2500 
Alona 10.10 Len th 
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NO. FEVllLEIEMBALLAGE-M 
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I-ht:: t" 
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HAW- EBBl JRY 
IlN 
~ 
\ 
INSTRUCTIONSUVRAISON (CONT.}-DEllVERY (CONTe,) 


;RUCTIONSI\J\IRAISON-OEUVERY 
HQ-J",V'1~,b 


tNSTRUCTlONS llVRAlSON 
(CONT .}-DELIVERY (CONTD,) 


bljj.'M1St 


"':\S"i,. 


FORME..sHAPE IA.C. 
\ 


pq~68nSGI 


OTEA.tIJT£co.t<RlEflfD 
-- 
POIOSCQ,l .. WT.()I()EfIfO 
101'3 per 
PCf. 
'J~B 
~OlsaNUS 
fOOSEXP.,WT. 
SHIPPED 


aTE-QTV 
41. 


\ 


INSTflUCTIONS (CONTO} 


COOL E INFO.HEAT INFO 
INSTRUCTIONS 
n,L .• '.I2';!~"I-.Yt~l7o" 
THI Ct;JlESS 1Ot..: 
•. 1~:1l:1'" 
• 1~":'0' 
GRAHJ TO RUN ALONG 6. 0W 
ATTN MAP1TNE~ 
NF PAS EXPI:.1Jln~ 
PRIOR OIST lORD: 
01 ".3'.025 


CERT1RCAn: 
Of CONFORMANCE 


AM, ea.- 
& co_0Ilf1If0M IhM the m8IenlIII(lI) suppMd 
~r 
thl5 
docoo1ent 
wi 
rowel 
IIl'ld aJnIorm 
10 t!'I8 
~ 
cJ the pnxLd(1) 
dncribed 
hereon. 
A,M. Castle & Co. (Canada) Ine. 


WEIGHT 
FOR 
SHIPPING 
PURPOSES 
ONLY, 
SEE 
INVOICES FOR ACCURATE 81LUNG WEIGHT. PlEASE 
SIGN AND DATE DRIVER'S COPy 
FOR RECEIPT OF 
••••••TERiAL AND, tF CHECKED, TEST REPORTS. 
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SCRlPTlON -ITEM 2 


;cR1PTION. 'TEM 1 
-'.0('1'?t~ PLATE 
7(117-:-',-"17851 
ALUI" 6.25" 
'( 6.0C!1" 
FILAa-: L.J/HED 
snnF"[ 


INSTFlUCnONS 
COUL EINFO_HEATINFO 
OTE.OTY 


TERMS AND CONDITIONS 
OF SALE 


SEE DISCLAIMERS 
AND LIMITATIONS 


ON THE REVERSE 
SIDE 


"SCRIPTION -ITEM 3 


IINSTRt.JCTlONS(CONT'O.) 


FORME-SHAPE 
lAC. 
c 


IlAUOTS.8lJNOI,..E$ 
I'tfS9DEXP 
SH', f'l'X)SEXP.-W1.~D 


AlL.EXC£PTlONSFORSHORTAGEOROAWOE 1A.lS1BE "IOTEO 
INSTFllJCT10NS 
ON lHE 
OfWER coPY 
& ClISTOMER coPY 
OF lHF 
OONERY 
RECElf'TS 
& $lGNED 
BY THE DRIVER 
& CUSTOUER 
COPY OF 
8lCH 
RECEIPT 
PROf'EJU 
NOTED MUST BE SUBMmm 
WITHIN 
10DAYS 
WHEN CREDIT 
1$ REQUESTED. 


COULEEINFO-HEAT INFO 
orE-Orv 


FORME.SttAPE 
lAC 


'NsmUCTlQNS 
(CONTO,) 
I""" 


~r-VIlI,E: D'EMBAlLAGE. 
PACKING SLIP 
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FROM- 
......" .~-'.--- 


SHIPlO: 
AMCASTLE&CO 
3400 NO. WOLF ROAD 
FRANKliN 
pARK. 
IL 61131 
KAISER 
ALUMINUM 
Trentwood 
Works •.Spokane, 
WA 99215 
Phon.: 
(800)387.2~88 


CERTIFIED TEST REPORT 


SOLD TO: 
AM CASTLE & CO 
3400 NO. WOLF ROA:) 
FRANKUN 
PARK, ILf>0131 


serial Number 
4099554 


UIlOT!t: 


144.500 
IN 


BARG. 


O.&.UGE: 


2.0000 
IN 


•••••LOY: 


7075 


CU'TOMfA 
PAltT 
NUloIUIl. 


3 PC~ EST. 


01~4<12 


IUJUA 
ORDliiR NO: 


104937& 


WEICHT SHiPPED: 
j <1300 lB 


Certified 
Speclflc;atlon6 


AMS 407&'RevO 
".sm 9 209i~v06 
SSS 705!>1RevA 
OPS 4.n3JR~NlAmda,,~ 


GSS161001RevG 


A.'\rs-oa-A.2~/12 
ASm 
B S94/Rev06 
CMMP oz5iRovR 
EACMS1011~.yO 
M~S t59JRevN 
( 


AMS.STD-2154 


aAC 5439JRevH 
CST! OO6IRevC 
GAMP$ 
9101/Rov8 


PS 21211/RevK 


Tes.t COC::e: 4297 
Tnt Ruult& 


Oir /" T.,ls 
l T 11 (Mln:MBx) 


_ 
Lot: 403711A5 
Cut 1111 
Drcp 
81 
Ingot 3 


Ultlmlile 
K$I (MPA) 
H7 :73,8 
(608: 
509) 


Vleld K$I (MPA) 
62.3: 62.8 
(430: 
433) 


Elongation 
% 
11.5:11.6 


C JnCIu(1lvlty 
%1","C5: 
(MSlM) 
: 


42.() Min 
24.4 Mi,' 


42.$ 
)IIali. 
2-'.7 Max 


Chrnostry: 
$1 
FE 
eu 
MN 
MG 
C. 
ZN 
TI 
V 
Z. 
OTHER 


/lCtual 
0.1::1 
011 
15 
0,01 
25 
0.19 
57 
0.01 
0.01 
000 
TOT 
0.03 


ALLOY LIMITS 


ChemiStry. 
$' 
FE 
CU 
MN 
MG 
C. 
ZN 
TI 
V 
Z. OTHER 
MAX 


ron 
MIN 
0.00 
0.00 
I.Z 
0.00 
Z.' 
0.18 
5.1 
000 
000 
0.00 
EAC>< 
0,0' 


MAX 
O.AO 
0$0 
20 
030 
,. 
0.:28 
61 
020 
0,05 
0.05 
TOT 
0.15 


AI~mlnum Remainder 


CASTlEMElAl.SCORP. 
DAlt RCVD 
v/!1}.lP- 
lAC u't,s-:J 
i 
APPROVEOB'Cif;>~ 
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CERTIFIED TEST REPORT 


5.rlll 
Number 
4099554 


PflliI.2 
of 2 


fUT 
NOTES 
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by IPIillou!,.FOft•••••' In\n'InOl'l 
~ 
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CInS 11 
andClullS...::,*,m.nt.of" 
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• 
e6-11-'e7 13:33 
FROM- 
T-259 
pe17/e28 F-893 


SI1IPTO; 
A M CASTLE & CO 
3400 NO. WOlf 
ROAD 
FRANKLIN PARK,IL60131 
KAISER 
ALUMINUM 
Tnmtwood 
Works. 
Spokane, 
WA 99215 
Phon.: 
(800)307.2500 


CERTIFIED TEST REPORT 
SOLDTO~ 
AM CASTLE & co 
3400 NO. WOLF ROAD 
FRANKUN PARK, It 60131 


Serial Number 
4099554 


MILL F"INISH PLATE 


LE~GTN: 


144.500 IN 


tHlP AUNIlOA:] 
I'D: 
GOV'T CONTRACT NUMae.R: 


100992124 


Cl,lll: 


BARE: 


GAUG!: 


20000 IN 


ALLOY, 


1075 


CUeTOI'D 
PAl'll NUI,IBlA. 


3 PeS EST. 


CUSTOM!!1t Il'(I NUMUIl:, 


OHI.4412 


l(AIUIi 
ClRDIORNO: 


104gJ78 


WEIGHT Sl-liPPEO: 


4300 LB 


AMS 4075JRevG 
",5Th': B 209!R....o6 
BSS 70551RevA 
OPS 4.7t3IR8 .•.N/AmdAF 
GSS16100JRevG 


Certified 
Specifications 


AMs-aa.A-2~112 
ASTM 
B 594/Rev06 
CMMP 025lRovR 
EACMS1011.ft 
•..•.O 


MMS 159/Re'lN 
{ 
AMS.STo-21~ 
SAC 5439/R.vH 
CSTI 006lRltYC 
GAMPS 
Vl011R01I'B 
PS 2121 lIRevK 


rest C~o: 4297 
Test Reaults 


Lot: ••03711A5 
c.,t 
9711 
Drop 11 
Ingot 3 


T.nl~a; 
ramp ••. 
Dit It r"'!1 
UIt!m.l1ctKSI (MPA) 
y,eId KSI (MP.A. 
80ngallon 
% 


T1J51 
LT 12 (Min:M'K) 
73,7:13,8 
62.3: 62.11 
".6: 
11.6 
(608: 6(9) 
(430 ;433) 


ConcluctlYlty %IACS: 
42.0 Min 
42.5 Max 


(MSfM) 
~ 
244 Min 
24.7Msx 


Chl'ffi":fy. ., 
FE 
CU 
~N 
MG 
C• 
ZN 
Tl 
V 
Z. 
OTHER 
Actuot 
0.1:J 
011 
I.' 
0.Ql 
Z' 
0.19 
" 
0.01 
0_01 
000 
TOT 
0.03 


AllOY 
LIMITS 


Chemistry: 
st 
FE 
CU 
MN 
MG 
OR 
ZN 
Tl 
V 
Z!l 
OTHER 
I.1AX 


707~ MIN 
0.00 
0.00 
1.2 
0,00 
2' 
0.1e 
'.1 
000 
0.00 
0.00 
EACH 
0.00 


MAX 
0.40 
050 
2.0 
0.30 
20 
0.:28 
6' 
0,:20 
0.05 
0.05 
TOT 
0.15 
AlumInum 
R.m.lncllr 


CASTlE METALSCORP. 
DATERCVD 
V!ll/OZ 
lAC Ul/,51~ 
_ 
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• 
10-17-'0708:25 
FRCl1- 
KAISER 
ALUMINUM 
Trentwood 
Works. 
Spokane, WA 99215 
Phone: 
(8()(J) 367-2586 


1-768 
P006/015 F-224 
CERTIFIED TEST REPORT 


Serial Number 
4110419 


lot: 414187A5 
cast 129 


(A81M 
E8JB557) 
Tensile: 
Temper 
./~ 


Drop 42 


Dir I # Tesls 
l T 12 (Min:Max) 


Ingot 1 


Ultimate 
KSI (MPA) 
73.0: 73.0 
(503: S03) 


Yield KSJ (MFA) 
62.5: 62.5 


(431 
: 431) 


8ongatlon % 
10.4: 11.9 


(ASTM 
E1004) 


Conductivity 
%lACS 
: 
(MSiM) : 


41.9 Min 


24.3 Min 


41.9 Max 


24.3 Male 


Parent Lol: 
413783A2 


(ASTM 
E1251) 
Chemist/)': 


Actual 


Lot: ?,,::y.S6A~ 


51 
FE 
0.11 
0.19 
CU 
MN 
1,4 
0.02 


Drop 02 I 


MG 
CR 
2.4 
0.20 


Ingot 1 


ZN 
5.5 


TI 
0.02 


V 
0.01 
ZA 
0.01 
TOT 
OTHER 
0.03 


(ASTM 
Er.IB!57) 
Tens~e: 
Temper 
T7351 


Oir I # Te61s 
l T 12 (Min:Max) 


(A81M E10(4) 
Conductivity 
%IACS : 
(MSIM) 
: 


Ultimate 
KSI (MPA) 
70.4 : 71.8 
(485: 495) 


42.2 Min 


24.5 Min 


Yield 
KSI (MPA) 
59.9: 61.6 
(413: 
425) 


42.3 Max 
24.5Mu 


Elongation % 
12,1 : 12.4 


(ASTlV! E~251) 
Chem:;rt'l' 
81 
FE 
CU 
MN 
MG 
CA 
ZN 
TI 
V 
ZA 
OTHER 


Actua. 
0.12 
0_20 
1.4 
0.02 
2.4 
0.19 
5.5 
0.02 
0.01 
0.01 
TOT 
0.04 


I 
ALLOY llMITS 


Chemistry: 
7075 MIN 
MAX 


~ 
ff 
W 
MN 
MG 
CA 
m 
0.00 
0.00 
1.2 
0.00 
2.1 
0.18 
5.1 
0.40 
0.50 
2.0 
0.30 
2.9 
0.28 
6.1 
I'wn~::::::.nd.' 


M<r'"AIrepres8f1led 
by IIl.S lest report W8S lmmenlOn 
urJ.!I~1y 
teshlClfrom one .,. 
~andmeets ItIe Dan A 


and Oass B requirements 
of aI sp8clflCallona 
refef8f\Ced 


on t'IilIleSl 
rapor'p 


n 
0.00 
020 


V 
0.00 
0.05 


ZA 
OTHER 
0.00 
EACH 
0.05 
TOT 


MAX 
0.05 
0.15 
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